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We, Pittsburgh Plate Glass Company, 
a Corporation organized under the laws of 
the State of Pennsylvania, United States of 
America, of One Gateway Centre, Pittsburgh 
22, State of Pennsylvania, United States of 
America, do hereby declare the invention, for 
which we pray that a Patent may be granted 
to us, and the method by which it is to be 
performed, to be particularly described in and 
by the following statement: — 

This invention relates to the fabrication of 
glass, and more particularly to the shaping and 
temjiring of glass sheets. 

There is a present demand, particularly m 
the automotive industry, for glass sheets of 
a compound curvature; that is, sheets curved 
in the direction of their length as well as 
transversely thereof and therefore having no 
straight line elements. It is, of course, possible 
to bend glass sheets to sudi curvatures by 
pressing glass suspended by tongs writh compli- 
mentary male-female solid molds. In addition, 
horizontal bending by gravity has been utilized 
using what is known as a "ring" mold con- 
tacting only the periphery of the glass being 
bent, the glass being allowed to sag to shape 
under the influence of heat and sometimes 
aided by moments of force applied through 
movable mold sections. One inherent disad- 
vantage to such techniques is the necessity 
of contaa between the glass sheet being bent 
and soKd objects such as tongs or mold sur- 
faces. 

Methods and apparatus for bendmg glass 
sheets without contact between the glass and 
solid objects are disclosed in our Patent 
Specification No. 1,021,842. As disclosed 
therein, glass sheets arc supported upon a flow 
of hot gas and conveyed along a horizom^ly 
extending bed of changing contour from flat 
to curved to produce a glass sheet curved m 
a direction transversely of the path of travel. 
One major advanuge of such a process is that 
the glass sheets can be continuously conveyed 
on the support bed in the ultimate shape de- 




sired. However, when the desixfe&JS^'^ of the 
finished sheet of glass has a compound curva- 
ture, i.e., a curvature extending in the direc- 
tion of travel as well as transversely thereof, 
it becomes difficult to generate such a shape 
with a suf>port bed while continuously con- 
veying the sheet. 

In accordance with the present invention 
there is provided a process of producing bent, 
tempered glass sheets wherein a glass sheet is 
rapidly cooled from a temperature at the top 
of the tempering temperature range to a tem- 
perature at the bottom of said range, which 
comprises cooling the major surfaces of a glass 
sheet at respectively different rates so that the 
■temperature of one sinface of said sheet falls 
from the top to the bottom of said tempering 
range faster than the temperature of the other 
siuf ace falls from the top to the bottom of said 
range and so that the glass after cooling to 
room temperature has a predetermined curved 
shape different from the shape possessed by 
it above the tempering temperature range. 

The chief ajppKcability of the invention is 
for the production of a succession of glass 
sheets of substantially the same ultimate curva- 
ture. 

In accordance with the present invention 
there is also provided a process of tempering 
glass sheets wherein a series of glass sheets 
arc successively rapidly cooled from a tem- 
perature at the top of the tempering tempera- 
ture range to a temperature at the bottom of 
said range, which comprises cooling the major 
surfaces of each successive sheet at respec- 
tively different rates so that the temperature 
of one surface of each sheet falls from the top 
to the bottom of said tempering range faster 
than the temperature of the other surface falls 
from the top to the bottom of said range and 
so tfiat the glass after cooling to room tem- 
perature has a curved shape different from 
the shape possessed by it above the tempering 
temperature range. 

The usual practice of the invention com- 
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prises hearing a glass sheet to a acmpcrature 
suitable for tempering or bending through 
viscous flow of the glass, allowing the sheet 
to deform or positively conforming the sheet 

5 to a new contour if desired, and then quench- 
ing in a manner that cools one major surface 
of the sheet at a greater rate than the opposite 
major surface at a time when the temperature 
of tlic sheet is within the annealing range of 

10 the glass. The quench, in addition to temper- 
ing the sheet as it cools to a temperature at 
which it is no longer dcformablc through 
viscous flow, superimposes a permanent com- 
pound curvature upon the configuration of the 

15 sheet existing just prior to the quench. For 
example, a fiat sheet will become a compound 
curved sheet; a glass sheet curved in one 
direction and having straight line elements 
extending in another direction will be shaped 

20 to a compound curvature of a decreased radius 
if the convex surface is cooled at a greater 
rate (producing a greater curvature in the 
direction it v/as previously curved and pro- 
ducing a curvature in the dirccuon in which 

25 straight line elements previously extended) or, 
if the concave surface is cooled at a greater 
rare, the sheet will be shaped to an anticlastic 
curvature that is to say rhat the sheet will 
have opposite curvatures at a given point, 

30 being convcxiy curved along a longitudinal 
plane secrion and concavely cun^ed along the 
perpendicular section. A glass sheet of a pre- 
vious compound curvature will be changed to 
a new curvature of increased or decreased 

35 radii, depending upon which side is cooled 
faster. 

Most advantageously, the present invention 
is practised using the apparatus disclosed 
herein with which glass sheets are supported 

40 upon a How of gas while heated, bent if de- 
sired, and quenched, thereby preventing contact 
of die glass with solid members and maintain- 
ing the precise shape desired throughout the 
process. In the quench, upper and lower nozzle 

'J 5 arrays are positioned in close proximity to the 
glass sheet being treated (i.e., a distance of 
less than 0.15 inch) to provide high rales of 
heat transfer and accurate control of heat 
transfer. It is a practical necessity therefore, 

50 that the glass sheet be temporarily niaintained 
in substantially its initial configuration corres- 
ponding to that of the nozzle arrays while it 
is being quenched in order to prevent contact 
between the nozzles and the glass, 

55 In accordance with a preferred praaice of 
the present invention, a sheet of glass being 
quenched between opposing flows of cooling 
fluid may be temporarily maintained in its 
initial configuration, that is, at least while 

60 it is within the tempering range of the sheet, 
notv/irhstanding the application of a greater 
cooling rate to one side (i.e., major surface) 
than to the opposite side (i.e., major surface) 
of the sheet, by reducing the initially estab- 

65 lishcd rates of cooling during the quenching 



operation while still maintaining the cooling 
rate applied to said one side greater than 
applied to the opposite side. Forces acting 
upon the glass sheet are thereby kept substan- 
tially in balance and the glass sheet is tempor- 70 
arily maintained essentially in its initial con- 
figuration corresponding to that of the nozzle 
array during the quenching operation and 
while the temperature of the sheet is within 
the tempering range. 75 

The following is offered by way of explana- 
tion. Should a sheet of glass be sectioned 
through its major surfaces and seen from a 
side view, it is believed that the surface being 
cooled faster tends to stabilize to a permanent 80 
dimension that is longer than that of the oppo- 
site surface because a higher fictivc temp>era- 
ture, (i.e. the temperature below which the 
glass is no longer deformable) is established 
in the surface being more rapidly cooled. The 85 
surface being cooled more slowly, however, 
remains at a higher temperature and there- 
fore, due to its relative thermal expansion, the 
edge along that surface (i.e. the surface cooled 
more slowly) expands to a greater extent than 90 
the edge of the opposite surface. These two 
phenomena balance each other and maintain 
the sheet in its configuration. When the thermal 
expansion of the side being more slowly cooled 
becomes inadequate to mainrain this balance, 95 
the glass then bows and takes up its final 
shape. However, a reduction in the absolute 
cooling rates of both sides of the sheer, while 
still cooling the more rapidly quenched side 
at faster rate, will temporarily counteract the 100 
developing imbalance and tendency of the sneet 
to bow, because the more slowly cooled side 
will reheat from heat internal to the sheet at 
a more rapid rate than will the opposite side. 
An increase in thermal expansion of the more 105 
slowly cooled surface results, and the sheet 
remains substantially in its initial configura- 
tion. At the end of the tempering operation, 
the glass sheet is no longer deformable through 
viscous flow of the glass. However, the glass 110 
will not assume its final curvature until after 
it has left the quenching section. 

The attendant advantages of this invention 
and the various embodiments tliereof will be 
readily appreciated as the same become better 115 
understood by reference to the following de- 
tailed description when considered in connec- 
tion with the accompanying drawings in 
which: 

Fig. 1 is a perspective, pardy schematic 120 
view, with parts omitted, illustrating a system 
for conveying, heating, bending and quenching 
sheet glass parts and facilitating the practice 
of the present invention; 

Fig. 2 is a partial plan view with parts 125 
removed showing the arrangement of a pre- 
heat section with respect to a gas filni support 
hearing seaion and the mechanism for con- 
veying glass sheets; 

Fig. 3 is a pani&l pUn view with parts 130 
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removed, which is in cffea a continuation of 
Fig. 2, and shows the terminus of the gas film 
support heating scaion adjacent a quenching 
section, the latter being followed by a con- 
5 veyor roll run-out section; 

Fig. 4 is a detailed view partly in section 
and partly in elevation taken along the line 
4—4 of Fig. 2; 

Fig. 5 is an end elevation of the quenching 
10 system and taken along the line 5 — 5 cf Fig. 
3 where it adjoins the heating section; 

Fig. 6 is a diagrammatic perspective view 
showing a gas film support bed, the generative 
surface of which progressively changes in con- 
15 tour from flat to a cylindrical shape in a cross 
section normal to the longitudinal axis of the 
bed; 

Fig. 7 is an end elevation of the bed of 
Fig. 6 looking toward the part of maximum 
20 curvature; 

Fig. 8 is a side elevation of the bed of 
Fig. 6 showing how the curve is developed 
along the path of travel of the glass; 

Fig, 9 is a partial seaion view of die sup- 
25 port bed .showing the relationship of support 
chambers or modules to a iUj>poning plenum 
chamber; 

Fig. 10 is an enlarged plan view of an 
improved support module unit in which the 

30 support area is subdivided by partitions; 

Piii. 11 is a section taken along the line 
11—11 of Fig. 10; and 

Fig. 12 is a partial, perspective view of an 
upf>er and lower quench bed including the 

35 lov;cr supporting plenum chamber and show- 
ing the construction of quench mfKlulcs. 

Referring to the drawings, Fig. 1 diagram- 
matically illustrates a s>'Stcm advantageously 
employed for heating flat glass parts to a 

'10 deformation temperature, e.g., to a tempera- 
ture at which the glass will deform to a sup- 
porting force and can be tempered, quenching 
such parts while hot and delivering the parts 
thus tempered onto a roll conveyor for removal. 

45 The component sections making up the com- 
plete system consist of a preheat section A 
v/herein the glass is conveyed on rolls 20 be- 
tween radiant heaters 22 above and below the 
glass to preheat the glass until brought to a 

50 suitable preheat temperature lov/er than the 
deformation temperature; a gas film support 
heating section B where the glass parts are 
transferred to, and supported on, the film of 
hot gas while being conveyed through a fric- 

55 tional drive such as drive wheels 26 contact- 
ing the edges only of such parts supplemental 
heat being supplied by radiant heat sources 
above and below the glass until the glass 
reaches a temperature high enou^ for bend- 

60 ing and tempering purposes; a quenching sec- 
tion C where die glass is rapidly chilled while 
suspended between opposed flowing films of 
cool air, edge contact driving being continued 
Through the section by drive wheels 260; and 

65 a delivery roll system D which receives the 



tempered glass parts from the quenching 
system and conveys them to their next destina- 
tion. 

As better shown in Fig. 2, preheat section 
A includes longitudinally extending horizontal 70 
channels 28 and 29 that suppon bearings 30 
•in which are joumalled conveying rolls 20. 
Conveying rolls 20 are provided with guide 
collars 21 in ah'gnment throughout the section 
A so as to position the glass properly for 75 
transfer to the gas support next following. 
Each conveyor roll is driven through gears 32 
by a common shaft 33 energized by drive 
motor 34. 

Referring to Figs. 2, 3, and 4, the gas film 80 
support heating section B is made up of three 
similar contiguous imits 36, each located within 
a supporting framework as shown in Fig. 4. 
The supporting framework consists of girders 
37, stanchions 38 and beams 39 resting on 85 
support blocks 35. 

Each unit 36 includes a flat bed 40 of 
modules 41 in spaced but close juxtaposition 
each to the other and arranged geometrically 
like a mosaic. In the embodiment illustrated, 90 
all modules 41 have their upper termini of 
rectangular configuration and defining a com- 
mon surface that changes from flat to curved 
in the direction of glass travel, as shown in 
more detail in Figs. 6 to 8. The modules 41 95 
are arranged in successive rows crossing the 
intended path of travel of the workpiece, each 
row being at an angle other than 90 degrees 
from the path and spaced close to the next 
adjacent row. 100 

Each module 41 has a stem 42 of smaller 
cross sectional area than the upper terminus 
and each opens into a plenum chamber 43 
positioned below the bed 40 and acting as a 
support therefor. See Figs. 4 and 9. Each 105 
module is substantially enclosed and separated 
from other modules by a space that provides 
an exhaust zone. The bed is adjusted to siich 
level that the plane of the upper termini of 
the modules lies parallel to, but just below HO 
by approximately the height of the gap be- 
tween the modules and the support height of 
the glass sheet, the plane defined by the upper 
surfaces of the conveying rolls 20 of the pre- 
heat section. At one side, each plenum chamber 

43 is in communication \vith five gas burners 

44 through orifices 45 (Fig. 1) and flexible 
couplings 46. The gas support bed is tilted 
in a sidewisc direction at an angle of approxi- 
mately 5 degrees with respect to the horizon, 120 
as shown in Fig, 4- At the lower side of bed 

40 a series of uniform disc-like driving mem- 
bers 26 extend inwardly and just above the 
bed to frictionally engage one edge only of 
the workpiece and convey it along the bed in 125 
continuous straight line travel. A plurality of 
vents 48 project through the roof of each unit 
36 to exhaust the interior to the atmosphere. 
Driving members 26 arc mounted on shafts 50, 
journals 51 for which are supported by the 130 
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supports for the plenum chambers. Each shaft 
40 is driven through a coupHng by a 
and a motor driven drive slraft 53. Radiant 
heat is supplied above and bela»y the support 
5 bed 40 by radiant roof 54 and radiant floor 55. 
To supply air under pressure to the hot gas 
support combustion system, blowers 60 feed 
air under pressure to "^^^^^^^ ^^/^Jf^*^ 
unit 36 and thence to gas burners 44. Gas is 
10 introduced into burners 44 through condiuts, 
not show^n. Each burner 44 is of the so-<aUed 
direct-fired, air-heater type. The com^snon 
of the products in the combustion chamber 
produces sufficient plenum pressure to supply 
15 The modules with heated gas of uniform tem- 
perature and pressure. ^ ^ 
Figs. 6 to 8 show a transitional portion oi 
module bed 40 for use in bending glass whUe 
?t is supported on a flow of gas. The heights 
of the modules 41 from the plenuin chamber 
43 are selectively and progressively changed, 
both in the direction of glass travel and m a 
direction transversely thereto, by reducmg the 
depths of the module cavities in va^ing 
25 decrees to gradually change the surface defined 
by the upper termini of the modules from 
flat to curved. Because each module supports 
an overlying porrion of die glass at a umform 
distance from its terminus, the deformable 
50 glass \vill bend as it progresses, conforming 
to the shape of the bed. 

Next adjacent the gas support heating sec- 
tion B in the direction of travel of the work- 
piece is quenching section C. bee higs i, 5 
35 and S The quenching section C includes 
curved' beds 80 of modules 81 ^"^"S^d in 
mosaic pattern similar to that of the gas him 
support heating bed. Each module 81 has a 
stem 82 smaller in cross section tiian the upper 
40 terminus and projecting Uirough a cooling 
box 83 into a plenum 84, the cooling box and 
upper surface of the plenum acting as a sup- 
p^for the modules. The surface of the upper 
termini of the modules is adjusted to such 
45 level that it lies at the same level and m tne 
same contour as that of the end pwtion ot 
the gas fibn heating bed next prccedmg. 

Above the bed 80 and supported , m sucOi 
fashion as to be capable of being raised and 
50 lowered, is a head assembly 92 which, in 
essence, constitutes a mirror image of the bea 
80 and its associated heat exchange box »:» 
and plenum chamber 84. The upper and lo%ver 
heat exchange boxes and plenum chambers 
55 are supplied separately with heat exchange 
fluid and air in like manner. The upper head 
assembly is rigidly fixed to cross bars or 
channels 97 and is vertically movable for 
adjustment. • 
60 As shown in Fig. 3, quenching secuon ^ 
is divided into two adjacent beds of modules, 
indicated as Section I and Section II, of sub- 
nantiaUy equal length. The distance between 
the upper and lower beds of each of the^ 
65 sections may be independently adjusted. 



Section I is subdivided into two sections lA 
and IB, section lA being somewhat shorter 
Chan section IB. Relatively cool gas, such as 
air at ambient temperature, is supplied to 
upper and lower plenums of sections lA, IB 70 
and II, each independentiy of the otiiers, by 
separate blowers 89, 90 and 91, respectively. 
Independent control of flow and pressure to 
upper and lower plenums of each section from 
the blowers conunon thereto is afforded by 75 
suitable valves 93 and 94 in the individi^ 
conduits 95 and 96 feeding each plenum. As 
shown in Fig. 5, throttle valve 93 in condmt 
95 controls the flow and pressure from Wower 
89 to the upper plenum of section lA and 80 
throttle valve 94 in conduit 96 controls tiie 
flow and pressure to the lower plenum. The 
independent blowers 89, 90 and 91 facilitate 
separate control of the flow and pressure to 
each of the three sections of the quench. 85 

Heat exchange fluid, such as cooling water 
from inlet manifolds 85, is introduced into 
tile coaling boxes and discharged therefrom 
into outlet manifolds 88. This serves to mam- 
tain the beds at a substanriaUy uniform tem- 90 
pcraturc throughout. 

The conveying means for the quenching 
system includes disc-like driving members 260 
having suflTiciendy narrow peripheral edges to 
extend inwardly and between the upper and 95 
lower module beds to friaionally engage one 
edge only of the workpiece and convey it along 
the bed in continuous straight line travel. 
Driving members 260 are mounted on shafts 
500, journals 510 for which are supported by 100 
the supports for the lower bed. Each shaft 500 
and the last ti^ree shafts 50 closest to tiie 
quenching section are geared to and driven 
by a drive shaft that may be driven at normal 
speed by a motor 147 or at high speed by a 105 
motor 146. See Figs. 2 and 3. All drive 
members 26 and 260 are operated at normal 
conveying speed by motor 147. By a suitable 
drive shaft and clutch arrangement, the last 
three drive members of the heatong section 110 
and some of the quenching discs may be driven 
at a high speed by motor 146 while motor 147 
continues to drive the remaining drive members 
at normal speed. Such speed drive is 

controlled by a time-operated control medi- 115 
anism 148 actuated by a pressure sensing 
element 149 near the end of the heating sec- 
tion. The sensing element is sensitive to the 
presence of a gUss sheet in position to be 
transferred at high speed to die quench. Alter 120 
a time interval sufficient to allow transfer of 
the glass sheet, the time-operated control 
switches the drive of all drive members 26 
and 260 back to normal speed motor 147. 

As shown in Figs. I and 3, delivery roll 125 
scaion D consists of conveyor rolls 200 pro- 
vided with guide collars 210 in alignment with 
discs 260 of the quenching section to main- 
tain the proper position of the glass during 
transfer therefrom. Each roll is joumalled m 130 
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bearings 220 and is driven through gears 230 
from a common shaft 240 energized by drive 
motor 250. 

Modules 41 forming the support bed 40 arc 
5 shown in detail in Fig. 9. Each module 41 
forms an open top chamber. The upper ter- 
minus of each module defines a zone of sub- 
stantially uniform pressure beneath the over- 
lying glass. Pressure is exerted by gas sup- 
10 plied to each module 41, from the supporting 
plenum chamber 43 by way of the hollow 
supporting stem 42 and a pluraUty of orifices 
154 communicating between each cavity and 
the hollow stem 42. Orifices 154 are disposed 
15 to prevent direct impingement of pressurized 
gaseous fluid against the supported glass sur- 
face and to assure that the gas introduced 
into each cavity diffuses into the gas already 
present, rtius assuring uniform pressure across 
20 the upper edges of the module. Additionally, 
orifices 154 provide a drop in gas pressure 
from the interior of the plenum to the interior 
of the module. 

An alternative embodiment of a module 410 
25 is shown in Figs. 10 and 11. This module 
is .similar to module 41 but is subdivided into 
four independent subchambers by walls 150, 
151, 152 and 153. Separate orifices 155 com- 
municate between a hollow stem 420 and each 
30 subchamber of the module so that each sub- 
chamber functions independently of the others. 
In this manner, support is provided when any 
one subchamber is covered with glass. 

Quench module 81 is shown in more detail 
35 in Fig. 12. Each module SI includes a pns- 
matic body portion 160 having an end surface 
or, in the position of the module shown in 
Fig. 12 an upper surface 161 of generally 
rectangular coiiiguration and containing a 
40 plurality of coplanar, arcuate grooves 162 ex- 
tending outwardly from a central part of the 
module at which location each groove com- 
municates through a radial portion 163 with 
a central passageway 164 extending through 
45 the stem 82 and communicating vnxh the 
plenum chamber 84. A fixed cap member 165 
cooperates with radial groove portions 163 and 
central passageway 164 to form a restricted 
orifice for each groove 162. With this arrange- 
50 ment, gas from the plenum is fed under pres- 
sure to the centermost porrion of each arcuate 
subdivision of the module and flows along the 
grooves 162 while escaping over the walls 
thereof and across the upper surface 161 of 
55 the module 81 to exhaust zones 166 surround- 
ing each individual module. When the module 
is in close proximity to a sheer of n^terial, 
the pressure of the gas within the grooves 162 
and adjacent the surface exerts a force against 
60 the sheet capable of supporting the same. Widi 
this arrangement an extremely high rate of 
heat traasfer and an accurate control of the 
rate of heat transfer between the adjacent 
sheet of material and the flowing gas is ob- 
65 taincA TTiat is, the rate of heat transfer may 



be readily varied in a controlled manner by 
adjustments in gas flow and/or spacing be- 
tween the modules and the glass. 

Operation 

The following is an example, by way of 70 
illustration only, of a preferred mode of opera- 
tion of the invention disclosed herein as applied 
to the treatment of glass sheets: 

Flat sheets of glass 1/4 inch nominal thick- 
ness (0.240 inch) and approximately 15 inches 75 
wide by 30 inches long are placed lengthwise 
seriatim upon the rolls 20 of preheat section 
A, properly aligned by guide collars 21 and 
conveyed on the rolls 20 into and through the 
preheat seaion at a line speed of approxi- 80 
marcly 240 inches per minute. Electric heating 
coils 22 above and -below the moving glass 
supply heat to the preheat section at a suflFicient 
rate to raise the temperature of the glass to 
apprmdmately 950 degrees Fahrenheit sinrface 85 
temperature in approximately 30 feet of glass 
travel. 

As the leading edge of the glass sheet leaves 
the last roll of the preheat section and pro- 
gressively covers modules 41 forming support 90 
bed 40, the sheet becomes partly and finally 
fully supported by the imiform pressure of 
the gas emitted from the modules. The mag- 
nitude of this gas pressure is never large, and 
in any event, is held low enough and uniform 95 
enough from module to module so that it does 
not cause bowing or other deformatior of the 
elass. Once the glass becomes gas supported, 
it is conveyed by edge contact through fric- 
tional engagement of its lowr edge with rotat- 100 
ing drive members 26. For this purpose, the 
entire system is positioned in a conunon plane 
tilted at an angle of 5 degrees with respect 
to the horizon to provide the glass with a 
component of force normal to the driving io5 
discs. 

Gas burners 44 are supplied natural gas and 
air in proportions by volume of approximately 
1 to 36, respectively, which includes 260 per 
cent excess air over that required to provide ijo 
complete combustion. The natural gas is pro- 
vided at a rate of approximately 60 cubic 
feet per hour per square foot of bed. The 
products of combustion are introduced to the 
plenum chambers, produdng therein a pressure 1 15 
of approximately 0.5 pound per square inch 
gauge. Each module includes orifices that 
rt^ducc this pressure in the module cavities that 
are covered with glass to about 1/21 of the 
plenum pressure. Gas is introduced to the 120 
stem of each module at a temperature of 1,200 
degrees Fahrenheit and a volume flow of 
a|>proximately 1.3 ciibic feet per minute. 

The module bed of this example is con- 
struaed of 120 modules per square foot of 125 
die type shown in Fig. 9 and the upper ter- 
minus of each module forms a square, the 
outer sides of which are 1 inch long, the spac- 
ings between the walls of adjacent modules 
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being 3/32 of an inch. Each wall is 1/16 inch 
thick. 

The module bed is formed first flat and 
Chen, as illustrated in Figs. 6 to 8, to present 

5 a gradually changing pbne of support from 
one that is initially flat to one that is convex 
and cylindrically curved about an axis parallel 
to the direction of travel. The radius of curva- 
ture of the curved portion of the bed is 60 

10 inches. The change in curvature begins 
approximately 156 inches from the beginning 
of the heating section where the glass has 
attained a temperature level of about 1,200 
degrees Fahrenheit and is sufficiently defonn- 

15 able to readily follow the gradually changing 
contour of the module bed at rhe speed at 
which the glass is conveyed. 

The nominal module support pressure when 
covered by the quarter inch diick glass is 

20 0.023 pound per square inch above that exist- 
ing above the glass, which provides a nominal 
spacing of 0.010 inch between the underside 
of the gar film supported glass and the upper 
terminus of the module walls. The nominal 

25 exhaust pressure is substantially one atmo- 
sphere absolute. 

To heat the glass, the supporting gas is held 
at a temperature above that of the glass during 
the heating stage until the glass has reached 

30 the desired temperature. In this case, heat 
is added to the glass both convectively and 
radiantly from the supporting gas, which is 
at a temperature of approximately 1 ,200 
degrees Fahrenheit, and is added radiantly into 

35 the chamber from ceiling heating coils 54 at 
a temperature above that of the glass, usually 
about 1,300 degrees Fahrenheit, As glass is 
fed into the furnace, the heaters are actuated 
to supply the flucmations in heat demands. 

40 In this manner, the temperature of the glass 
is raised to approximately 1,200 degrees 
Fahrenheit by the time (approximately 3.5 
minutes) it completes its travel through the 
. 66 foot length of preheat and heating section. 

45 Floor coils 55 beneath the plenum chambers 
help maintain the ambient heat level in the 
furnace chamber and keep the plenum boxes 
hot. 



As the leading edge of the glass passes over 
the pressure sensing element 149 of a pressure 50 
swntch on a time-operated control, a timer on 
the control mechanism begins to run. The 
rimer is adiusted for the particular speed at 
which the glass is being conveyed to acutate 
the high speed run out when the leading edge 55 
of the glass reaches the end of the heating 
section. At this time the drive for the last 
three discs 26 of the heating section and all 
discs 260 of the quenching section changes 
from motor 147 to motor 146 through a suit- 60 
able clutch and drive shaft arrangement. The 
glass sheet is rapidly conveyed from the heat- 
ing section to the quenching section at a rate 
of approximately 10 inches per second. The 
timing device then returns the drive to normal 65 
speed motor 147 and the glass is conveyed 
through the quenching section at the normal 
speed of 240 inches per minute. 

In the quenching section the upper and 
lower module beds are divided into two main 70 
sections I and II, each five feet in length, and 
the first sccdon is sub divided into two sec- 
tions lA and IB, two feet and three feet in 
length, respectively. The beds are curved 
transversely of the path of travel in the same 75 
manner as the terminal portion of the heating 
section and of matching curvarurc (i.e., with 
a radius of curvature of 60 inches). Water 
is circulated through cooling boxes 83 at a 
flow rate of 1 gallon per minute per square 80 
foot of bed, the inlet temperature of the water 
being about 60 degrees Fahrenheit and the 
outlet temperature being about 80 degrees 
Fahrenheit. Each quench module bed of this 
example is formed of square modules having 85 
inches and of the type shown in Fig. 12. An 
exhaust gap between the adjacent modules of 
approximately 3/16 of an inch is provided. 
Air at ambient temperatiu-c of about 140 
degrees Fahrenheit is supplied independently 90 
to each section lA, IB and II of the quench 
through three blowers 89, 90, and 91 of the 
flow and the pressure to the top and bottom 
quench beds of each section are controlled to 
produce the following conditions in each 95 
section: 
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Module 

Section of Pressure 
Quench Ounces/in- 



Flow 
SCFM/in" 



Coefficient of Spacing 
Heat Transfer Modules to 
G.cal/Sec. cm^^C Glass 



lA top 


30 


3.3 


.018 


.090 


lA bonom 


7 


1.6 


.014 


.020 


IB top 


13 


2.2 


.013 


.090 


IB bottom 


5 


1.4 


.012 


.020 


II top 


11 


2.0 


.013 


.110 


II bottom 


5 


1.4 


.012 


.020 



Air flow rate through module beds of quenching section expressed in standard 
albic feet per minute per square inch of glass surface area being quenched. 



As indicated by the above table, the glass 
is initially quenched, as it leaves the heating 
section at a temperature of approximately 
5 1,200 degrees Fahrenheit, by cooling the top 
surface at a greater rate than the bonom 
surface. Any one portion of the gla.ss sheet is 
subjeaed to this cooling rate for about 2.4 
seconds. As the glass passes from quenching 
10 section lA to quenching section IB, the rate 
of cooling of the top and bottom surfaces of 
the glass sheet is diminished. The diminished 
rate is substantially mainrained as the glass 
sheet passes into the second quenching section. 
15 However, the top surface need not be cooled 
at a greater rate than the lower surface in 
stage IB and II because the top surface is 
being cooled at a higher heat transfer co- 
efficient than the lower surface. For example, 
20 the cooling rate Of the top surface can be either 
greater than or less than the cotOing rate of 
the other surface, depending upon the air to 
glass temperature differential. There can be 
a lesser difference in temp)erature between the 
25 air and the top surface of the glass than be- 
tween the air and the bottom surface thereof. 
Therefore, the cooling rate of the bottom sur- 
face may then be greater than the top, even 
though the coefficient of heat transfer of the 
30 top module bed remains greater. 

The sheet of glass is quenched m sections 
IB and II for a total time of about 12.6 
seconds. The temper in the sheet and the 
modified configuration have already been sub- 
35 stantially established in section lA. Sections 
IB and II, by virtue of the continued coolmg, 
temporarily maintain the sheet substantraily in 
its initial configuration. Thus, the glass, as it 
passes through the quench, is maintained m a 
40 curvature substantiany matching that of the 
quench bed. At the end of the tem^ng 
opcratian, the glass sheet is no longer deform- 



able through viscous flow of ahe glass. How- 
ever, the glass will continue to deform and 
will not assume its final curvature until after o 
the glass has been quenched. The glass is then 
conveyed from the air support of the quench- 
ing system to the rolls of the delivery system 
by discs 260 and onto rolls 200. As the glass 
leaves the quench and cools to room tempera- 50 
ture, it assumes a different curvature from that 
of the module bed due to the differential cool- 
ing in section lA. In this example, the glass 
shWt assumes a radius of curvature of 54 
inches in the direction transverse to the direc- 55 
tion of travel and a radius of curvature of 
1,440 inches in a direction longitudinally of 
the path of travel. During the quenching pro- 
cess the glass sheet is maintained in sub- 
stantial conformity to the curvature of the 60 
module bed, nouvithstanding the differential 
cooling, because of the diminished rate of 
cooling applied through quenching sections IB 

and II. , 

Sheets of glass treated in the above manner 65 
have a resultant stress, in terms of the center 
tension thereof as indicated by the birefringent 
effect of the glass on polarized light rays, of 
approximately 3,300 miUimicrons per inch of 
glass length, as measured by standard retarda- 70 
tion techniques. 

It will be apparent that other forms of 
apparatus for supporting and conveying sheets 
of glass on a gas or other fluid may be used 
in lieu of the particular embodiment disclosed, 75 
which utilized modules. For example, a porous 
bed or other form oif perforated support plates 
may be used as long as the glass is unifonnly 
supported while heated to a temperature sint- 
able for bending and/or tempering. Alter- 80 
natively, the glass may be balanced, supported 
or suspended vertically rather than horizon- 
tally. 
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When some marring or distorting of the 
glass can be tolerated, it is possible to convey 
glass on rolls throu^out the entire heating 
and quendiing operation. Such conveying tcch- 

5 niques find particular use where the glass sheet 
is not bent through viscous flow of the glass 
prior to tempering but, rather, remains flat. 
The present invention may be used to alter 
such flat sheets to produce sheets having a 

10 compound curvature. 

In some instances, there may be no neea 
to maintain die glass sheets in their prc- 
tempering configuration during the quenching 
operation; for example, when die distance be- 

15 tween the quenching nozzles and the glass is 
great. Where this is die case, die initially 
established differential cooling rate need not 
be diminished during die tempering but, 
rather, the sheet may be allowed to bow during 

20 the quench. Sudi an arrangement is disadvan- 
tageous from the standpoint of accurately con- 
trolling the final curvature of the sheet be- 
cause of the difficulty in accurately establish- 
ino^ the differential rates of heat traasfer with 

25 large spacings between the nozzles and the 

In the specific embodiment disclosed, the 
gla<;s sheet is allowed to deform to a cylin- 
drical curvature that is convex upward and 
30 the top surface of the glass is cooled more 
rapidly than the bottom surface. The ajfl^ren- 
tial cooling rate therefore increases the hnai 
overall curvature (i.e., decreases the radius ot 
curvatures in both the transverse and longi- 

35 mdinal direaion), diereby superposing a com- 
pound curvature upon a cylindrical bend im- 
posed on the sheet prior to the tempering 
step It will be readily apparent that the lo%ver 
surface of the glass sheet may be cooled more 

40 rapidly than the upper surface. In addition^ 
die sheet may be allowed to deform to a shape 
that is concave upward. Of course, the glass 
sheet may be initially deformed to curvatures 
other dian cylindrical curvatures. Thus, a glass 

45 sheet iniually formed to a compound curvatiffe 
by heat drformation, e.g., by conveying the 
class over a bed curved both transversely and 
longitudinally of the padi of travel, may be 
changed to a compound curavture having 

50 different radii of curvature. 

In ^^eneral, to produce curvatures differing 
signifi^mly from the inirial, P«-tempenng 
configuration, one side of die glass sheet should 
be initially cooled at a rate at least 10 per 

55 cent greater than the rate at which die oppo- 
site side is cooled, and usually at a rate of 
at least 25 per cent greater. Tlie greater the 
differential, die greater is the change m curva- 

60 ^"Normally, die glass sheet will be heated to 
a substantially uniform, i.e., isothermal^ coiv- 
dirion prior to quenching. The nme of sucn 
heating will generally be reckoned 
usually less than ten minutes. It should oe 

65 understood diat an isodienml condition within 



the glass sheet need not exiot prior to queiKh- 
ing for the practice of the present invention. 
In faa, a non-uniform gradient between major 
surfaces of the sheet may help maintain the 
glass in its initial configuration during the 70 
quenching operation by elevating the tempera- 
ture of the surface that is to be cooled more 
slowly to an initially higher temperature than 
the opposite surface. 

When a glass sheet is heated, it is possible, n 
by raising the temperature of one surface above 
the temperature of the opposite major surface, 
to produce a temperature differential across 
the surfaces so that when the glass is quenched 
in the quench section and both sides cooled, 80 
a cooling rate differential exists between sur- 
faces and results in a differential cooling of 
the major surfaces. Thus, differential cooling 
of the major sides can be achieved by heating 
each side to a different temperature within, 85 
or preferably through, the tempering tempera- 
ture range, and producing a temperature 
gradient between the major surfaces, resulting 
in the production of a second configuration 
of the sheet when the temperature of the sheet 90 
is returned to room isothermal conditions 
approximately. 

It has been found most advantageous from 
a practical standpoint to maintain die glass 
sheet in its pre-tempering configuration during 95 
the application of unequal rates to opposite 
sides by abruptly diminishing the cooling rates 
during the quench and after die glass has been 
at least partially (but preferably not com- 
pletely) cooled through the annealing range, loo 
but in all events before the glass has been 
cooled to 800 degrees Fahrenheit surface 
temperature. Such abrupt change will normally 
diminish the cooling rates applied to the upper 
and lower surfaces by at least 10 per cent. io5 
Alternatively, the decrease in the cooling rate 
need not be sudden, but rather can be pro- 
gressively diminished in a programmed manner 
to maintain the flamess of die glass sheet. In 
all events, it is necessary, particulariy initially, no 
to cool the glass at a sufficenrly rapid rate to 
secure the desired deecree of temper. 
WHAT WE CLAIM IS : — 

1. A process of producing bent, tempered 
glass sheets wherein a glass sheet is rapidly 115 
cooled from a temperature at the top of the 
tempering temperature range to a temperature 

at the bottom of said range, which comprises 
cooling the major surfaces of a glass sheet at 
respectively different rates so that the tern- 120 
peraturc of one surface of said sheet falls from 
the top to the bottom of said tampering range 
faster than the temperature of tl.e other surface 
falls from the top to the bottom off said range 
and so that the glass after cooling to room 125 
temperature has a predetermined curved shape 
diifferem from the shape possessed by it above 
the tempering temperature range. 

2. A process according to daim 1, in which 

the opposite sxirfaccs of the glass sheet are 130 
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heated to different preselected temperatures 
prior to the tempering. 

3. A process of producing bent, tempered 
glass rficcts wherein a scries of glass sheets 

5 an; successively rapidly cooled from a tem- 
perature at the top of the tempering tempera- 
ture range to a temperature at die bottom of 
said range, which comprises cooling the major 
surfaces of each successive sheet at respeaively 

10 different rates so that the temperature of one 
surface of each sheet falls from the top to the 
bottom of said tempering range faster than 
the temperature of the other surface falls from 
the top to the bottom of said range and so 

15 that the glass after cooling to room tempera- 
ture has a curved shape different from the 
shape possessed by it above the tempering 
temperature range, 

4. A process accordin| to daim 3, wherein 
20 the relative rates of coohng through the tem- 
pering range of each of the successive sheets 
of the series is maintained substantially the 
same, whereby the successive sheets have 
essentially the same differences in curvature 

25 imparted thereto. 

5. A process according to any one of the 
preceding claims, which comprises controlling 
the flow of cooling fluid co cool one major 
surface of the sheet at a rate greater than the 

30 rate at which the opposite surface is cooled 
and thereafter abruptly diminishing the actual 
flow of coolant fluid to the opposite major 
surfaces to diminish the cooling rate of each 
surface before the surface temperature of the 

>5 isheet cools below the tempering temperature 



6. A process according to any one of the 
preceding claims, wherein tiie glass sheet is 
conveyed between opposite quench beds which 

are less than 0.15 inch from the adjacent sur- 40 
faces of the glass sheet. 

7. A process according to any one of the 
preceding claims, wherein successive sheets 
are conveyed along a path from a heating zone 

to at least one tempering zone providing the 45 
differential tempering. . 

8. A process according to daim 7, wherein 
the glass sheet is conveyed over at least a 
partial gaseous support through the heating 
and tempering zones, the support provided in 50 
the heating zone determining die pre-temper- 

ing curvatures of the glass. 

9. A process arcording to any one of daims 
1 to 8, wherein the glass sheet is shaped to 

a curved configuration prior to the tempering. 55 

10. A process according to any one of 
daims 1 to 8, wherein the glass sheet is sub- 
stantially flat prior to the tempering, whereby 
the glass sheet becomes curved by the time it 
reaches isothermal room temperature con- 60 
ditions. 

11. A process of producing bent, tempered 
glass sheets substantially as herein described. 

12. Bent, tempered glass sheets produced by 

the process according to any one of the pre- 65 
ceding claims. 



STEVENS, LANGNER, PARRY & 
ROLLINSON, 
Agents for the Applicants. 



range. 



Primed for Her Majesty's Stationery Office by the Courier Press, Leammgton Spa, 1968 
P^JSlishcd by the Patent Office, 25 Southampton Buildings, London, W.C.2, from which 

copies may be obtained. 



1103192 COMPLETE SPECIFICATION 
c euccTC drawing Is a reproduOlon of 
a SHbbld jj,^ Original on a reduced scale 

Sheet 1 




1103192 COMPLETE SPECIFICATION 

ming is a 
fg/no/ on a 

Sheet 2 



- ^ This drawing is a reproduction of 

3 ^ncci;> Q^lglnal on a reduced scale 




1103192 COMPLETE SPECIFICATION 

c cuccTC drawing Is a reproduction of 

0 SHtbl^ Original on a reduced scale 

Sheet 3 




1103192 COMPLETE SPECIFICATION 

wing Is a 
ginal on a 

Sheet 4 



c cuppT^ ^^^^ drawing is a reproduction of 
O ^nccii Original on a reduced scale 




FI0.9 



1103192 COMPLETE 
5 SHEETS 

the Original o 

Sheet 



FIG. 12 



